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WHAT IS CLAIMED IS: 

1. A nickel positive electrode active material 
comprising nickel hydroxide particles aira at least one 
rare earth compound obtainable by treating a rare earth 
oxide with an aqueous alkaline soliition and an 
oxidizing agent, / 

2. A nickel positive elecnirode active material 
according to claim 1, wherein ythe rare earth compound 
is at least one selected from the group consisting of 
yttrium compound obtainable by treating yttrium oxide 
with an aqueous alkaline/solution and an oxidizing 
agent, a lutetium compcmnd obtainable by treating 
lutetium oxide with an aqueous alkaline solution and an 
oxidizing agent, ana a ytterbiiam compound obtainable by 
treating ytterbiumr oxide with an aqueous alkaline 
solution and an loxidizing agent. 

3. A nimcel positive electrode active material 
according to claim 1, wherein a total amount of the 
rare earth ^mpound is in the range of 0.1 to 4.0 wt% 
based on the nickel hydroxide particles. 

4. /a nickel positive electrode active material 
according to claim 2, wherein the rare earth compound 
is a combination of the yttrium compound and the 
lutetaum compound, wherein the two compounds meet 50 > 
X >/^, when weights of the yttrium compound and the 
luyetium compound are (100-X)% by weight and X% by 
weight, respectively. 

5f. A nickel positive electrode active material 
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according to claim 2, wherein the rare eaj?xh compound 
is a combination of the ytterbium compound and the 
lutetium compound, wherein the two compounds meet 50 > 
X > 5, when weights of the ytterbium compound and the 
lutetium compound are (100-X)% bj/ weight and X% by 
weight, respectively. / 

6. A nickel positive jelectrode active material 
according to claim 1, wherein the aqueous alkaline 
solution is an aqueous solution containing at least one 
selected from the group consisting of lithium 
hydroxide, sodium hydroxide and potassium hydroxide. 

7. A nicke]/ positive electrode active material 
according to claam 1, wherein the oxidizing agent 
contains at least one selected from the group 
consisting o/ an aqueous sodium hypochlorite solution 
and an aquesous potassiiim hypochlorite solution. 

8. /a nickel metal hydride storage battery 
compriaang a positive electrode mainly composed of a 
posit/ve electrode active material of claim 1, a 
negative electrode mainly composed of a hydrogen- 
abJBorbing alloy and a separator. 



